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DESCRIPTION 

._^etho_d o£_JjgjiuJa^t uring Semiconduc tor Device 
Technical Field 

The present invention relates to a method of 
5 manufacturing a semiconductor device, and the semiconductor 

device . 

Background Art 

Plasma etching has been employed in forming metal wiring 
of. semiconductor integrated circuirs. for example, when an 

10 aluminum film (Al film) or aluminum alloy film (Al alloy- 

film) is plasma-etched, a gas containing Cl atoms, such as 
CI2/ BC1 3 , or CClj, can be used as an etching gas. in the 
plasma etching of a metal film, photoresist can be Used as 
mask material. Between the metal film and the photoresist 

15 film, a Ti system film, such as a TiN film, can be provided 

to act as an antiref lection film- 
Disclosure of the Invention 

Such an etching technique is used when semiconductor 
integrated circuits is made on a semiconductor substrate. 

20 Some of these semiconductor integrated circuits include 

metal-insulator-semiconduetor type semiconductor devices, 
each having a control electrode. In manufacturing these 
devices/ the inventors found the following phenomena: the 
control electrodes of the semiconductor devices maybe broken 

25 down; that the breakdown voltage of the semiconductor devices 

may be deteriorated. 
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The inventors noted these phenomena, In order to 
preventing the occurrence of the phenomena, engineers have 
taken measures, such as the change of the relevant etching 
recipes and etching apparatuses. However, the engineers 
5 have not always obtained the satisfactory improvement in 

the resulting shapes f ormedby etching and the process margins 
provided thereby. Hence, the inventors have found a problem, 
that further improvement concerning the etching is required 
in the near future in order to manufacture much finer 
10 integrated circuits. 

Therefore, it is an object of the present invention 
to provide a method of manufacturing a semiconductor device 
having a control electrode and the semiconductor device 
formed by the method, the method being capable of reducing 
15 the occurrence of the breakdown and deterioration of rhe 

control electrode in forming a metal wiring on the 
semiconductor device. 

The inventors carried out various studies in order to 
achieve this object and Thought that the above defects may 
2 0 occur in MIS semiconductor devices during the etching process 

due to the discharging occurred in the insulating f ilmbetween 
the control electrodes and the semiconductor substrate, so 
that the insulating film is broke or deteriorated. The 
inventors noted that the defects may have been caused by 
25 charging up the control electrodes when the metal wiring 

film is being etched. The reason is as follows: a high 
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electric field may be exerted on the gate insulating film 
due to the chargmg-up of the control electrodes during the 
etching process. 

The inventors thought that there were a number of ways 
S employable for lowering the charge of the control electrodes 

during the etching process as follows: the change of etching 
recipes end the modification of the etching apparatus . Most 
of these ways have already been studied. Hence, the inventors 
tried to find another solution to reduce the amount of the 

10 charges itself and have eventually obtained the present 

invention configured as follows. 

In a method of manufacturing a semiconductor device 
in accordance with the present invention, a metal wiring 
of a predetermined pattern is formed so as to be connected 

15 through a conduction path to a control electrode on an 

insulating layer formed on a substrate. This method 
comprises the steps of: forming a metal film; forming, on 
the metal layer, a hard mask having the predetermined pattern 
and containing a silicon system inorganic insulating film, 

20 the hard mask having a film thickness of at least 150 nm 

but not greater than 300 nm; ^nd etching the metal film with 
the hard mask by an etching gas to form the metal wiring 
of the predetermined pattern. 

The amount of residual electric charge electrifying 

25 the metal film can be lowered in the step of forming the 

metal wiring, The lowering of the charge prevents the 
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occurrence of the breakdown and deterioration of the 
insulating layer due to the electrified charge flowing into 
the control electrode. 

The semiconductor device manufacturing method in 
5 accordance with the present invention relates to a method 

of manufacturing a semiconductor device having a 
predetermined pattern of metal wiring. This method 
comprises the sreps of: forming, on an insulating layer, 
a control electrode for ametal-insulator-semiconductor type 

10 device; forming a metal film, the metal film being connected 

via a conduction path to the control electrode; forming, 
on the metal film, a hard mask with a film thickness of at 
least 150 nm but not greater than 300 nm having the 
predetermined pattern and containing a silicon system 

15 inorganic insulating film; and etching the metal film with 

the hard mask by an etching gas to form the metal wiring 
of the predetermined pattern. 

The hard mask is thus employed as a mask instead of 
the photoresist mask in forming a wiring layer having a 

20 conduction path to the control electrode- The hard mask 

allows the reduction of the initial film thickness of an 
etching mask required to etch a metal film. Therefore, uhe 
volume of the mask can be reduced, so that the amount of 
the capturing electric charge is decreased in the mask during 

25 the etching process. Therefore, the amount of the 

electrified charge in the mask can be also reduced. This 
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reduction lowers a voltage applied between the control 
electrode and the substrate. 

The inventors further carried out detailed studies and 
have found that another aspect. The following features 
5 relating to the present invention can be combined with the 

invention mentioned above. Also, the following features 
relating to the present invention can be combined with each 
other arbitrarily, whereby rhe combined invention can obtain 
not only the advantages and functions of the respective 
10 features, but also advantages and function? arising from 

combined features . 

The inventors have found that a preferable film 
thickness of the hard mask falls within the range of ax: least 
150 nmbut not greater than 300 nm in order to reliably form 
15 the metal wiring by etching. The inventors have also found 

that a more preferable film thickness of the hard mask falls 
within the range of at least 180 nm but not greater than 
230 nm. 

In the method of manufacturing a semiconductor device 
20 in accordance with the present invention, the hard mask may 

copC ain a silicon system inorganic film, such as a silxcon 
oxide film. This film of the hard mask acts as an insulating 
film for insulat ingmetal wiring formed in later step 5 . Thus , 
it is not necessary to remove the hard mask. For example, 
25 at least one of Si0 2 , SiN, SiOF, and SiON films can be employed 

as the silicon system inorganic film. 
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In the semiconductor device manufacturing method in 
accordance with the present invention, at least one of an 
Al film and an Al alloy film can be employed as the metal 
film. Further, at least one of a tungsten film and a copper 
5 film can be also employed. 

Pref erably, in the semiconductor device manufacturing 
method in accordance with the present invention, the metal 
film is er.ch.ed by an etching gas containing CI. 

The semiconductor device manufacturing method in. 
10 accordance with the present invention further comprises the 

step of forming a barrxer metal film. The semiconductor 
device manufacturing method in accordance with the present 
invention further comprises the step of etching the barrier 
metal film with the hard mask. The semiconductor device 
15 manufacturingmethod in accordance with che present invention 

further comprises the step of forming an antiref lection film 
on the metal film prior to forming the hard mask. The 
semiconductor device manufacturing method in accordance with 
the present invention further comprises the step of etching 
20 the antiref lection film with the hard mask. 

Thus, at least one of the ant iref lection film and 
barrier metal layer can be etched by use of the same mask 
as that used for the metal film. This simplifies the 
manufacturing process. 
25 A semiconductor device according to the present 

invention comprises a substrate, a MIS type element, a metal 
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wiring, and a hardmask. The MIS type element has an electrode 
provided such that an insulating film is arranged between 
this electrode and the substrate. The mecal wiring has a 
predetermined pattern and is provided on the MIS type element 
by way of an interlayer insulating film. The hard mask is 
arranged on the metal wiring conductor and has a predetermined 
pattern identical to that of the metal wiring. The metal 
wiring conductor is connected through a conduction path to 
the elecrrode of the MIS type element. 

A semiconductor device according to the present 
invention comprises a substrate, a MIS type' field-effect 
transistor, a metal wiring, and a hard mask. The MIS type 
field-effect transistor has a source, a drain and a control 
electrode , The source and drain are arrangedon the substrate . 
The control electrode is capable of controlling a current 
flowing between the source and the drain, and is arranged 
such that an insulating film is provided between the control 
electrode and rhe substrate. The metal wiring has a 
predetermined pattern and is provided on the MIS field-effect 
transistor byway of an interlayer insulating film. The hard 
mask is provided on the metal wiring and has a predetermined 
pattern identical to that of the metal wiring. The metal 
wiring is connected to a conduction path to the control 
electrode of the MIS type field-effect transistor. 

This semiconductor device can be made by the 
semiconductor device manufacturing method mentioned above. 
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Brief Description of the Drawings 

The present invention can easily be understood when 
the following detailed description is taken into 
consideration with reference to the accompanying drawings, 
5 which are represented only by way of example, wherein: 

Fig. 1A is a sectional view of a semiconductor device 
manufactured on a substrate by employing the semiconductor 
device manufacturing method in accordance with the present 
invention, whereas Fig. IB is a plan view associated with 
10 the sectional view in the step shown in Fig. 1A; 

Fig. 2A shows a sectional view in a step in which a 
photoresist mask has been formed in order to form a mask 
pattern to a hard mask film, whereas Fig . 2B shows a sectional 
view in a step in which the hard mask has been formed; 
15 Fig. 3A shows a sectional view in a step in which metal 

wiring has been formed by etching the metal film using the 
hard mask, whereas Fig. 3B shows a plan view in a step in 
which the metal wiring has been formed by etching the metal 
film; 

20 Fig. 4 is asectional viewinastepinwhichapassivation 

film has been formed; 

Fig. 5a is a schematic view showing the distribution 

of both of the electrified charge in an etching step by use 

of the hard mask and the electric charge induced by this 
25 electrified charge, whereas Fig- 5B is a schematic view 

showing the distribution of both of electrified charge in 
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an etching step by use of the photoresist and electric charge 
induced by the electrified charge ; 

Fig. 6A is a diagram showing, in terms of capacitors, 
the distribution of both of electrified charge in an etching 
5 step by use of the photoresist and electric charge induced 

by the electrified charge, whereas Fig . 6B is a diagram showing, 
in terms of capacitors, rhe distribution of both of 
electrified charge in an etching step by use of the hard 
mask and electric charge induced by the electrified charge; 
10 and 

Fig. 7 is a graph showing the experimental results of 
time-dependent dielectric breakdown (TDDB) , which is one 
of methods for evaluating the deterioration of the gate oxide 
film. 

15 Best Modes for Carrying Out the Invention 

Preferred embodiments of the present invention will 
now be described in derail with reference to the drawings. 
Parts identical to each other will be referred to with the 
same reference numerals or letters, if possible, to avoid 

20 their redundant description. 

Fig. 1A is a sectional view showing a Semiconductor 
device, which is being manufactured by a method of 
manufacturing a semiconductor device, of an embodiment of 
the present invention; whereas Fig. IB is a plan view 

25 corresponding to the sectional view in the manufacturing 

step shown in Fig. 1A. Fig. 1A corresponds to the cross 
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sectional view taken along the line I-I of Fig. IB. 

In the following, a method of manufacturing a 
semiconductor device comprising a metal wiring on a 
metal-insulator-semiconductor type (MIS type) 
5 semiconductor device will be described. This MIS type device 

means at least one transistor of a MIS type transistor having 
a control electrode and a MIS type capacitor. In the 
following configuration, manufacturing steps for farming 
a metal-oxide-semiconductor type (hereinafter referred to 

10 as"MOStype") field-effect transistor on a silicon substrate 

of p-type conductivity will be explained, but embodiments 
according to the present invention are not limited the 
configuration. 

Referring to Figs. 1A and IB, a device isolation film 

15 4 is formed on the surface of" a silicon substrate 2. The 

device isolation film 4 works as insulation regions for 
separating respective device regions 6 from each other in 
which the MOS transistor is formed. The device isolation 
film 4 is provided by forming an insulating film, such as 

20 a silicon oxide film, in the insulating regions. Methods 

for isolating devices, such as LOCOS method and LOPOS method, 
can be employed, but rhey are not limited thereto. 

Subsequently, a polysilicon layer 8 is formed on the 
substrate 2, The polysilicon layer 8 is utilized as a 

25 conductive layer, such as a control electrode 8a on the device 

regions 6 and a wiring layer 8b on the device separation 
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film 4. The polysilicon layer 8 is formed by the following 
process. After a gate insulation film 10 is formed by use 
of thermal oxidation method, a polysilicon film is formed 
by CVD method thereon. This polysilicon film is etched to 
5 form a predetermined pattern. 

In the device regions 6, n-type semiconductor regions 
6a and 6b are formed. Each of the n-type semiconductor 
regions Sa and 6b is formed in a self -alignment manner with 
respect to the control electrode 8a and the device separation 

10 film 4. For example, ion implantation method can be employed 

for introducing the n-type impurity atoms, but it is not 
limited to the methods. One of the n-type semiconductor 
regions 6a and 6b act as a source region of aMOS type transistor, 
whereas the other acts as a drain region of the mos type 

15 transistor. The n-type semiconductor regions 6a and 6b are 

separated from each other by the control electrode 8a. 
Provided between thus separatedn-type semiconductor regions 
6a and 6b is a channel region 6c - The gate oxide film 10 
is arranged between the channel 6c and the control electrode 

20 8a. Since the conductivity of the channel region 6c is 

modulated by the voltage applied to the control electrode 
8a, the control electrode 8a acts as a gate electrode for 
controlling, the current flowing between the source and drain 
regions . 

25 Formed on the substrate 2 are the control electrode 

8a, n-rype semiconductor regions 6a and 6b for the source 
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and- drain regions, and an interlayer insulating film 14. 
The MOS type transistor has the control electrode 8a, and 
the source and drain regions of the n-type semiconductor 
regions 6a and 6b. The interlayer insulating film 14 is 
5 utilized for electrically separating the control electrode 

8a from a wiring layer formed thereon. The insulating film 
14 is formed by the following process, for example- A 
predetermined thickness of BPSG film is deposited by use 
of CVE method. Thereafter, the BPSG film is flattened by 

10 a heat treatment. 

Conductive portions are formed in the interlayer 
insulating film 14. The conductive portions electrically 
connects the source and drain regions of the n-type 
semiconductor regions 6a and Sb, the control electrode 8a, 

15 and the wiring layer 8b to the metal wiring formed in upper 

layers. In order to form the conductive portions, contact 
holes 12a, 12b, 12c, 12d are formed in the interlayer 
insulating film 14. The contact holes 12a, 12b, 12c, 12d 
are formed by the following process, for example. A 

20 photoresist mask having openings at predetermined positions 

is formed by use of photolithography method. Thereafter, 
the interlayer insulating film 14 at the openings is etched 
by plasma etching. This etching fgrms the contact hole 12a 
to the n-type semiconductor region 6a, whereby conductive 

25 portions can be formed and will connect the n-type 

semiconductor region 6a with the wiring layer. The contact 
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hole 12b is provided on the n-type semiconductor region 6b, 
whereby conductive portions can be formed and will connect 
the n-type semiconductor region 6b with the wiring layer. 
The contact hole 12c is provided on the wiring layer Bb, 
5 whereby a conductive portions can be formed and will connect 

the wiring layer 8b with the wiring layer. The contact hole 
12d is provided on an extension of the control electrode 
8a, whereby a conductive portion is formed and will connect 
the control electrode 8a and the wiring layer. 

10 Fig- 2A is a sectional view in a manufacturing .step 

after a photoresist having a mask pattern is formed on a 
hard mask film. Referring to Fig. 2A, a metal film 16 is 
deposited on the substrate 2. The metal film 16 is composed 
of a conductive film formed by at least one of conductive 

15 materials, such as aluminum, Al alloy, tungsten, and copper. 

A barrier metal film may be provided under the metal 
film 16. Provided between the metal film 16 and the 
interlayer insulating film 14a is a barrier metal film made 
of a material, such as Ti or Ti/TiN. An antiref lection film 

20 may be formed directly on the conductive film as well. The 

antiref lection film can be made of p-SiOU, TIN, Ti/TiN, Si, 
Si/TiN, p-SiON/TiN, and SiC, and can include a single-layer 
film having an organic coat film and a laminate film formed 
from materials selected from the materials listed above, 

25 Each of the barrier metal film, conductive film, and 

antiref lection film can be formed, for example, by a 
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sputrering method or CVD method- The metal film 16 is also 
formed in the contact holes 12a, 12b, 12c and 12d provided 
in the interlayer insulating film 14 (see Fig. 1A) . 
Conductive portions 16a, 16b, 16c and I6d (see Fig. 3B) are 
5 formed in the same step, and can be used to electrically 

CQtmect the n-type semiconductor regions 6a and 6b, the 
control electrode 8b, and the wiring layer 8b to a metal 
film formed later thereon. 

By way of example, the thickness of the metal film 16 
10 is preferably an least 100 run but not greater than 1000 nm 

in order to secure the characteristics and reliability of 
the resulting semiconductor device. In an example/ 
The thickness of a Ti system barrier metal film: 

at least 50 nm but not greater than 100 ran; 
15 The thickness of a conductive film made of Rl : 

at least 100 nm but not greater than looo nm,- and 
The thickness of an ant iref lection film: 

at least 50 nm but not greater than 100 nm. 
Subsequently, a mask film 18 is formed on the metal 
20 film 16 and- can be used as a hard mask. The hard mask film 

19 can be a silicon system insulation film. For example, 
the silicon system insulation film can be a silicon inorganic 
film, such as Si0 2 film. This inorganic film is deposited 
by use of CVD method, for example. 
2 5 Experiments carried out by the inventors found that 

the thickness of the hard mask film 18 is preferably at least 
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150 nm but preferably not greater than 3Q0 run in order to 
appropriately etch the metal film IS. The hard mask film 
18 (acting as a hard mask 22) having the thickness of less 
than 150 nm cannot be used as a mask in etching the metal 
5 film 16. Namely, the film is too thin to be use as the mask 

if the thinning of film in the etching is taken into 
consideration during etching. If the thickness of the hard 
mask film 18 exceeds 300 nm, the breakdown and deterioration 
of the gate oxide film may become remarkable because the 

10 amount of charge increases in the etching. Therefore, the 

inventors carried out experiments and studies and finally 
found out' this preferable range. The inventors conducted 
detailed studies of the experimental data. The studies 
reveals chat the film thickness is further preferably at 

15 least 1B0 nm and further preferably not greater than 230 

nm. 

Tn addition, it is advantageous that the hard mask 22 
of a silicon system inorganic film is not required to be 
removed after the metal wiring 24 has been formed. 

20 After the deposition of these layers 16 and 18, the 

hard mask is formed by photolithography method, for example. 
Fig. 2B xs a sectional view showing a manufacturing step 
in which the hard mask 22 has been formed. The hard mask 
22 can be formed according to the following process . First, 

25 a photoresist is applied onto the hard mask film 18 and is 

exposed to light, whereby a wiring pattern for metal wiring 
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is transferred to form a resist layer 20. The hard mask film 
18 is etched using this resist layer 20 as a mask. By way 
of example, conditions for etching the hard mask film IB 
are listed below: 
5 the flow rate for CHF 3 : 10 seem; 

the flow rate for CF< : 20 seem; 
the flow rate for Ar: 60 seem; 
the flow rate for Of. 5 seem; 
the pressure 
10 within the chamber: 60 mTorr; and 

the power: 2 00 Watts. 

Such conditions are used for etching the hard mask film 18 
to form the hard mask 22. 

Subsequently, the metal film is etchedusing thus formed 

15 hard mask 22 as a mask. This etching process can be carried 

out by use of an etching apparatus, such as plasma etching 
apparatus. When the metal film 16 is thus etched by use of 
the hard mask 22, the breakdown and deterioration of the 
gate oxide film 10 are reduced during the etching. 

20 Fig. 3A is a sectional view showing a manufacturing 

step in which the metal lines 24 has been formed after etching 
the metal film 16 by use of the hard mask 22. Fig. 3A is 
a sectional view taken along the line H-n of Fig. 3B. Fig. 
3B is a plan view showing a manufacturing step in which the 

25 metal lines 24 has already been formed by etching the metal 

film 16. These drawings show the metal lines and hard mask 
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having the same pattern. 

Referring to Fig. 3B, the control electrode 8a and the 
wiring layer 9b have a conductive path to the metal layer 
16 . The conductivepath isprovidedby the conductive portion 
5 16d formed within the contact hole 12d, After etching, the 

control electrode 8a and the wiring layer 6b have a conductive 
path to the metal lines 24. Therefore, when the metal lines 
24 are exposed to the plasma for etching, the potential of 
the control electrode 6a and the wiring layer 9b are different 

10 frgm that of the substrate 2 even after the control electrode 

8a and the wiring layer 8b have been formed. This potential 
corresponds to the amount of charge contained in the etching 
mask. The details thereof will be explained Later. 

After themetal lines 24 have been formed, apassivation 

15 film 26 is formed without removing the hard maslc 22. Fig. 

4 is a sectional view showing a manufacturing step in which 
•Che passivation film 2 6 has been formed. The passivation 
film 26 is formed and the structure of the passivation film 
26 is composed of, for example, a silicon oxide film (FSG) 

20 doped with a low concentration of phosphorus (P) deposited 

by use of CVD method and a plasma nitride film formed thereon. 

A semiconductor device is completed by the 
semiconductor device manufacturing method according to the 
embodiment of the invention. Although the semiconductor 

25 device in this embodiment has a single metal wiring layer 

24, the present invention is also applicable to semiconductor 
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device further comprising at least one metal wiring layer 
added onto the metal wiring layer 2 4 as a matter of course. 
In the latter configuration, another metal layer, hard mask 
film and photoresist mask should be formed. The additional 
5 layers correspond to the metal layer 16, the hard mask film 

IB, and the photoresist mask 20, respectively. 

These layers may be formed in the same manner as in 
the above-mentioned method, but the formation thereof is 
not limited thereto . Thereafter, the separate hardmask film 

10 is etched using the separate photoresist mask as a mask, 

whereby the metal wiring layer is formed. The configuration 
prevents the breaking and deteriorating of the gate oxide 
film for the HQS type transistor during the etching as well. 

Conditions for etching the metal film above will now 

15 be explained. The etching is carried out using a mixed gas 

of Cl 2 gas, BCI3 gas and CHF3 gas. The ci z gas and'BCl 3 gas 
are used as a main ingredient of the etching gas and the 
CHF 3 gas is used as an addiuive gas. 

As for the etching conditions, the following process 

20 is preferable, for example. The substrate 2 is mounted on 

a suseeptor of the etching apparatus. Thereafter, the 
pressure in the process chamber is reduced to about 5 to 
30 mTorr, e.g., 12 mTorr. The gas flow rate valve is 
controlled so as to supply Cl 2 gas, BC1 3 gas and CHf 3 gas 

25 and their flow rates of Cl 3 gas, BC1 3 gas, and CHF 3 gas are 

80 seem (about 60% with respect to the total amount), 40 
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seem (about 10%) , and not greater than 15 seem, respectively. 
These gases are mixed and thus obtained mixture is introduced 
into the chamber. A high-frequency power is applied to 
generate high-density plasma in the chamber and is maintained. 
5 The plasma dissociates and ionizes the etching gas to create 

active species and ions of chlorine (CI) . The active species 
and ions mainly contribute to the etching of the metal film 
16. Since the susceptor is applxed to a negative potential, 
CI ions advance toward the susceptor, thereby enabling the 

10 anisotropic etching in a direction normal to the susceptor, 

The mixing ratio of Cl 2 gas and BC1 3 gas can be similar 
to that as conventionally employed for an etching gas for 
the metal film. Although Al metal and Al alloys are 
exemplified as material for themecal f ilml6 in the embodiment, 

15 any conductive material capable of being etched by the 

above-mentioned Cl-containing etching gas may be employed 
as a wiring material as well. 

With reference to Figs. 5A and 5B, we will explain the 
mechanism allowing the reduction of the breakdown of the 

20 gate oxide film (the control electrode) of the MOS type 

transistor in forming the metal wiring. Fig- SA is a 
schematic view showing both of electrified charge in the 
etching by use of the hard mask and electric charge induced 
in the metal film by the electrification charge. Fig. 5B 

25 is a schematic view showing both of electrified charge in 

the etching by use of the photoresist and electric charge 
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induced by the electrification charge . The inventors assume 
this mechanism as follows. 

With the hard mask 22, the thickness of the hard mask 
is allowed to be smaller than that of a photoresist mask 
23 when the metal film 16 of a predetermined thickness is 
etched. Fg>r example, the thickness of the photoresist 23 
may be at least 1 /in but not greater than 2 ^m. Although 
the etching of the metal film 16 requires the thickness of 
the photoresist to fall within the above range, the metal 
film 16 can be favorably etched by use of the hard mask 22 
having a film thickness falling within a predetermined range 
as already described. Preferably, the thickness of the hard 
mask 22 falls within the range of at least 150 nm but not 
greater than 300 nm. 

The hard mask 22 allows the reduction of the volume 
of the mask member in which the electrification occurs . Thus, 
the amount of charge in the mask member- is reduced in the 
etching, and the amount of induced charge in the mask member 
can also be reduced as well.. Further, experiments carried 
out by the inventors have revealed that further favorable 
results can be obtained when the film thickness of the hard 
mask 22 is at least 180 nm but not greater than 230 nm. 

In the etching, the mask member accumulates electric 
charges so as to be charged negative, whereas the conductor 
to be etched is relatively charged positive because etchant 
ions reaching the metal film 16 are positive charge. 
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Consequently, the potential of the metal film 16 is different 
from thar of the substrate 2. 

Namely, since the control electrode (8a in Fig. 1A) 
and the wiring layer (8binFig, 1A) are electrically connected 
through connection paths (e.g., 16c and 16d in Fig. 2B) to 
the metal film, a potential difference occurs between the 
control electrode 8a and wiring layer 9b, and the substrate 
2 opposed to them. The control electrode 8a is insulated 
from the substrate 2 by way of the thin gate insulating film 
10, and the dielectric breakdown of the gate insulating film 
10 occurs when the potential difference between the control 
electrode 8a and the substrate 2 increases above the 
predetermined value- In contrast:, the dielectric breakdown 
does not occur in this embodiment because the amount of charge 
in the mask member is not large. 

The photoresist 23 electrified with negative charge 
causes the phenomenon of shading, whereby electrons in the 
plasma 40 are bounced off (44 in Fig. 5B) . However, xn 
addition to the facr that the amount of charge in the hard 
mask 22 decreases, the hard mask 22 has advantages in the 
following points. With the hard mask 22, the aspect ratio 
can be smaller as compared with the conventional photoresist 
23. With a small aspect ratio, electrons in the plasma 40 
can reach a deeper region bexng etched (42 in Fig. SA) because 
electrons in the plasma 40 are not bounced off by shading. 
The electrons having reached the metal film IS in etching 
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can reduce the amount of positive charge in the metal film 
16. As a consequence, the hard mask 22 also acts to reduce 
the electrification of the metal film 16 occurring in etching. 

As can be seen from Figs . 5A and 5B, the method explained 
5 in thxs embodiment reduces not only the electric charge in 

the films in etching but also the electric charge induced 
by that electric charge . The inventors presume that a grader 
electrification of the mask member may occur in the regions 
of higher wiring density. However, the method according to 

10 this embodiment mentioned above provides two mechanisms to 

reduce the electrification in the mask member even in the 
high wiring density regions. 

Fig. 6A is a diagram showing, by use of capacitors, 
both of the electrification charge in etching using the 

15 photoresist and the electric charge induced by the 

electrification charge. Fig. 6B is a diagram showing, by 
use of capacitors, both of the electrification charge upon 
etching using the hard mash and the electric charge induced 
by the electrification charge. 

20 Referring to Fig. 6A, a greater amount of 

electrification charge exists because the photoresist 23 
has a greater film thickness . Referring to Fig . 6B, a smaller 
amount of electrification charge exists because the hard 
mask 22 has a smaller film thickness. As a consequence, the 

25 potential difference V x between nodes A and B becomes greater 

than the potential difference V? between nodes C and D in 

22 
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terms of the absolute value. 

In Figs ► 6A and 6B, a capacitor CI is provided between 
the substrate 2 and a polysilicon layer 8 {e.g., reference 
numeral 8b in Fig. IB) on the device separation film 4. A 
5 capacitor C2 is provided between the substrate 2 and a 

polysilicon layer 6 (e.g., reference numeral 8a in Fig. IB) 
on the gate oxide film 10. The thickness of the gate oxide 
film 10 is smaller than that of the device separation film 
4. The relationship CI < C2 is obtained where the symbols 
10 CI and C2 are their respective capacitance values per unit 

area . 

A voltage across the capacitors Cl and C2, as shown 
in Fig. 6A, is higher than that across the capacitors Cl 
and C2, as shown in Fig. 6B. Since the thickness of the gate 

15 oxide film 10 is smaller than that of the device separation 

film 4, there is a larger likelihood of the occurrence of 
the gate oxide defects in the manufacturing process. That 
is, the defects may occur due to dielectric breakdown when 
a considerably high voltage is applied across the gate oxide . 

20 This phenomenon causes the breakdown of the control electrode 

(gare electrode) 8a. 

Fig. 7 is a graph showing measurements of time- dependent 
dielectricbreakdown (TDDB) , which is amethod for evaluating 
the deterioration in the gate oxide film. 

25 In this method, samples are prepared as follows . Until 

the etching of an Al film (metal film) is completed, a 
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predetermined condition is maintained. The predetermined 
condition is: a process gas containing Cl 2 , BCl 3 and CHF 3 
that have respective flow rates of 60 seem, 90 Seem, and 
15 seem, flows in the process chamber so as to keep a pressure 
of 10 mTorr. After the barrier metal layer has been etched, 
the next predetermined condition is maintained for 10 seconds . 
The next predetermined condition is as follows : a process 
gas containing Cl a , BC1 3 , andCHF 3 flows in the process chamber 
so as to keep a pressure of 7 mTorr,. and that their respective 
flow races are 30 seem, 45 seem, and 15 seem. In the sample, 
the thickness of the gate oxide film is 4-5 nm and the gate 
area is 10 jum 2 and the film thickness of the hard mask is 
150 nm. 

Fig. 7 shows results of measurement for the samples 
prepared under the above conditions. In this measurement, 
a constant-current of 500 mA/cm 2 is applied to the control 
electrode of the samples, and the interval of time until 
each sample breaks is measured. In the graph of Fig. 7, the 
abscissa and ordinate indicate time and cumulative fraction 
defective, respectively. Data for the samples prepared by 
use of the photoresist are indicated by whitened circles, 
symbol "O", whereas those prepared by use of the hard mask 
are indicatedby black circles, symbol For comparison, 

whitened squares, the symbol indicate data measured 

for samples having a control electrode connected to a simple 
electrode pattern (with an area which is 100,000 times the 
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control electrode area) which is not shaped in wiring. In 
the simple electrode pattern, no damages occur due to che 
shading because it is not a wiring pattern. 

As shown in the graph of Fig. 7, the cumulative fraction 
5 defective is improved for the hard mask samples as compared 

with the results obtained for the photoresist samples. The 
result for the hard mask is substantially on a par with the 
result showing no damages due to the shading phenomenon. 
As explained in the foregoing in detail with reference 

10 to the drawings/ in carrying out plasma dry etching of a 

wiring layer electrically connected to the control electrode 
of a MOS type semiconductor device, the present invention 
can reduce the occurrence of the dielectric breakdown and 
deterioration in the gate oxide film due Co the 

15 electrification of the wiring film accelerated in the high 

density wiring regions. The present invention is not limited 
to the embodiments, and is applicable to other semiconductor 
device manufacturing methods of forming a predetermined 
pattern of metal wiring connected through a conduction path 

20 to a control electrode provided on an insulating layer. 

Industrial Applicability 

As explained in the foregoing, the present invention 
employs a hard mask instead of a photoresist . The hard mask 
is utilized as a mask in forming a wiring layer connected 

25 through a conductive path to a control electrode. The hard 

mask makes it possible to reduce its initial film thickness 

25 
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required for etching the metal film. 

The thinner hard mask reduces the volume of the mask 
member, and thus decreases aportion of the maskmember capable 
of capturing the electric charge during the etching process . 
5 This reduces the amount of electric charges in themaskmember, 

whereby the voltage applied between the control electrode 
and the substrate can be lowered- 

Thus provided are a method of manufacturing a 
semiconductor device and the semiconductor device, which 
10 can reduce the occurrence of the breakdown and deterioration 

in a gate oxide film in forming metal wirings on a control 
electrode of the semiconductor device. 
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glAIMS 

1 . Amethod of manufacturing a semiconductor device 
said method forming metal wirings of a predetermined pattern 
connected through a conduction path to a control electrode 
on an insulating layer formed on a substrate, said method 
comprising the steps of: 

forming a metal film; 

forming, on said metal film, a hard mask with a film 
thickness of at lease 150 nm but npt greater than 300 nm r 
said hard mask containing a silicon system inorganic 
insulating film, and saidhardmask having said predetermined 
pattern; and 

etching said metal film with said hard mask by use of 
an etching gas to form metal wiring of said predetermined 
pattern; 

wherein, in said step of forming said metal wiring, 
the amount of electric charge in said metal film is decreased 
to reduce the occurrence of rhe breakdown and deterioration, 
caused by said electric charge flowing into said control 
electrode, of said insulating layer. 

2 . Amethod of manufacturing a semiconductor device 
according to claim 1, wherein said hardmask isiaade of silicon 
oxide, 

3 . Amethod of manufacturing a semiconductor device 
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according to claim 1 or 2, wherein said metal film is at 
least one of an Al film and an Al alloy film. 

4 . Amethod of manufacturing a semiconductor device 
according to claim 1 or 2, wherein said metal film is at 
least one of a tungsten film and a copper alloy film. 

5 . Amethod of manufacturing a semiconductor device 
according to any one of claims 1 to 4, wherein said hard 
mask has a film thickness of at least 180 nm but not greater 
than 230 nm. 

6 . Amethod of manufacturing a semiconductor-device 
according to any one of claims 1 to 5, wherein a barrier 
metal film is formed. 

7 . Amethod of manufacturing a semiconductor device 
according to claim 6, further comprising the step of etching 
said barrier metal film by use of said hard mask. 

Q . Amethod of manufacturing a semiconductor device 
according to anyone of claims 1 to 7, wherein an antiref lection 
film is provided between said metal film and said hard mask. 

9 . Amethod of manufacturing a semiconductor device 
according to claim 8, further comprising the step of etching 

28 
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said antiref lection film by use of said hard mask. 

10 . Amethod of manufacturing a semiconductor device 
according to claim 1, wherein said etching gas contains el. 

S 

1 1 . Amethod of manufacturing a semiconductor device 
having metal wirings of a predetermined pattern, said method 
comprising the steps of: 

forming, on an insulating layer, a control electrode 
10 for a metal-insulator-semiconductor type device; 

forming a metal film connected through a conduction 
path to said control electrode; 

forming, on said meral film, a hard mask with a film 
thickness of at least 150 nm but not greater than 300 nm, 
15 said hard mask having sard predetermined pattern and 

containing a silicon type inorganic insulating film; and 

etching said metal film with said hard mask by use of 
an etching gas to form metal wiring of said predetermined 
pattern. 

20 

12 . Amethod of manufacturing a semiconductor device 
according to claim 11, further comprising the step of forming 
said insulating film prior to forming said control electrode 
on said insulating layer. 



13. Amethod of manufacturing a semiconductor device 
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according to claim 11 or 12, further comprising rhe step 
of forming a source and a drain for said 
metal-insulator-semiconductor type device. 

5 14. Amethod of manufacturing a semiconductor device 

according to any one of claims 11 to 13, wherein said hard 
mask is made of silicon oxide. 

15 . Amethod of manufacturing a semiconductor device 
10 according to any one of claims 11 to 14, wherein said hard 

mask has a film thickness of at least 180 nm but not greater 
than 23 0 nm. 

16 . Amethod of manufacturing a semiconductor device 
according to any one of claims 11 to 15, further comprising 
the steps of: 

forming abarrier metal filmprior to forming saidmetal 
film; and 

etching said barrier metal film by use of said hard 

mask. 

17 . Amethod of manufacturing a semiconductor device 
according to any one of claims 11 to 16, further comprising 
the steps of; 

25 forming an antiref lection film on saidmetal filmprior 

to forming said hard mask on said metal film; and 

30 
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etching said antiref lection film by use of said hard 

mask. 

18. A semiconductor device comprising: 
5 a substrate; 

a MIS type device having an electrode provided on an 
insulating film between said electrode and said substrate,' 

a metal wiring layer provided on said MIS type device 
by way of an interlayer insulating film, said metal wiring 
10 layer having a predetermined pattern; and 

ahardmask, provided on saidmetal wiring layer, having 
apredeterminedpattern identical to that of saidmetal wiring 
layer ; 

wherein said, metal wiring layer is electrically 
15 connected to said electrode of said MIS type device. 

13, A semiconductor device comprising: 
a substrate; 

a MIS type transistor having a source and a drain 
20 provided on the substrate; and a control electrode for 

controlling a current flowing between said source and drain, 
said control electrode being provided on an insulating film, 
said insulating film being provided between said control 
electrode and said substrate; 
25 a metal wiring layer provided on said MIS type 

transistor by way of an interlayer insulating film, said 
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metal wiring layer having a predetermined pattern; and 

ahardmask, provided on saidmetal wiring layer , having 
apredeterminedpattern identical to that of saidmetal wiring 
layer; 

5 wherein said metal wiring layer being electrically 

connected to said control electrode of said MIS type 
transistor . 
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20. A semiconductor device according to claim 19, 
wherein said MIS type field-effect transistor is a MOS type 
field-effecr transistor. 
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ABSTRACT 

The present invention provides a method of 
manufacturing a semiconductor device which is capable of 
reducing the occurrence of the breakdown and deterioration 
of a gate oxide film for a control electrode in forming a 
ITiet^l wiring on a semiconductor device having a control 
electrode. The semiconductor device manufacturing method 
forms metal wirings 24 of a predetermined pattern connected 
through a conduction path to a control electrode 9a on an 
insulating layer 10 formed on a substrate 2. The method 
comprises the steps of : (1) forming a metal film; (2) forming/ 
on the metal film, a hard mask 22 with a film thickness of 
150 nm to 300 nm, said hard mask 22 having the predetermined 
pattern and comprising a silicon type inorganic insulating 
film; and (3) etching the metal film by an etching gas with 
the hard mask 22 to form metal wirings 24 of the predetermined 
pattern, thereby, lowering the amount of electric charge 
electrifying the metal film. This method prevents the 
breakdown and deterioration of the insulating layer due to 
the electric charge flowing into the control electrode . More 
preferably, the film thickness of the hard mask 22 is 180 
nm to 230 nm. 
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having a filing date before that of the application on which priority is claimed. 

PRIOR FOREIGN APPLICATIONS. BENEFIT CLAIMED UNDER 35 USC §11 9(a) 

Application Number Country Date of Filing Priority Claimed 

7 (Day/Month/Year) Under 35 USC 1 1 9 

P1999-1276B8 Japan 07 /May/ 1999 fxjves [>o 

Qyes [>q 



Page 1 of 4 



JL '£:> O 3 G E;: S'i-- >.. <\3 3 Ei; i; E €'•■ Ei! 



I hereby claim the benefit under Title 35, United States Code, Section 119(e) of any United States provisional 
application® listed below 

PRIOR U.S. PROVISIONAL APPLICATIONS. BENEFIT CLAIMED UNDER 35 USC §1 19(e) 



(Application No) (Filing Date) (Application No ) (Filing Date) 



(Application No ) (Filing Date) (Application No.) (Filing Date) 

I hereby claim the benefit of Title 35, United States Code Section 120 of any United States application(s). or 
365(c) of any PCT International application designating the United States, listed below and, insofar as the 
subject matter of each of the claims of this application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph of Title 35. United States Code Section 
1 12, 1 acknowledge the duty to disclose information which is material to patentability as defined in Title 37. 
Code of Federal Regulations, Section 1,56 which became available between the filing date of the prior 
application and the national or PCT International filing date of this application: 

PRIOR U.S. APPLICATIONS OR PCT INTERNATIONAL APPLICATIONS 
DESIGNATING THE U S., BENEFIT CLAIMED UNDER 35 USC §120 



(Application No ) (Filing Date) (Status- Patented Pending, Abandoned) 



(Application No ) (Filing Date) (Status: Patented. Pending, Abandoned) 

POWER OF ATTORNEY- As a named inventor, I hereby appoint the following attorney^) and/or agentfs) to 
prosecute this application and transact all business in the Patent and Trademark Office connected therewith 
(list name and registration number or Customer Number) 



Raymond R. Moser, Jr Registration No. 34,682 

B. Todd Patterson Registration No. 37.906 

Keith M. Tackett RegislraSon No. 32,008 

Douglas H. Elliot Registration No. 32.982 



W. Bruce Patterson Registration No. 34, 1 02 
Phong D Nguyen Registration No. 43,833 



Send Correspondence to: 

MOSER, PATTERSON & SHERIDAN, LLP 



3040 POST OAK BOULEVARD SUITE 1500 
HOUSTON, TEXAS 77056 



Direct Telephone Calls to- vV. Bruce Patterson at telephone number 71 3-623-4844 
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I hereby declare that all statements made herein of my. own knowledge are tnje and that all statements made 
on information and belief are believed to be true; and further that these statements were made with the 
knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or both, 
under Section 1001 of Title 18 of the United States Code and that such willful false statements may jeopardize 
the validity of the application or any patent issuing thereon. 



Full Name of sola or first inventor 

Naoki TAMITANI 


Inventor's signature 


Oete 


Residence 

Shinagawa-ku, Tokyo, Japan 


Citizenship 


Pes) offiee address 

cia SONY CORPORATION, 




7-35. Kitashinagawa 6-chorns. 
Shinagawa-ku, Tokyo 141-0001 Japan 




Full Name second joinl inventor, 'i any 

Rie KOGURE 


3econd inventor's signalure Date 


fteehraitn 

Shinagawa-tw, Tc-Kyo, Jspan 


<SSamak ^ Japan 




Post office address 

do SONY CORPORATION, 




r.35, Kitashinagawa 6-chome, 
Shmagawa-ku, Tokyo 141-0001 Japan 




Fun Naflte third \6M hwafttor, II any 
Yuji TAKAOKA 


Third Inventor's signature 


Date ~~ " 


Shlnagawa-ku, Tokyo, Japan 




Citizenship , 

Japan 


Post offiee address 

do SONY CORPORATION 




7-35, Krtsshinagawa 6-chome, 
Snwagawa-ku. Tokyo 141-0001 Japan 




Full Name fourth Joint Inventor. If any 

Seayoul PARK 


Fourth inventpr'8 s-gn*"re 

m- r. fil- 


Date 

Jvly 0, 2O02 


Residence 

y»s»taetiiim^H^a^ Blk 27, Hazel 


Park T^s^ #09-03, Singapore 678949 


cnra* Korea(South) 


Post office address 


oA Aepiied' mterial's 1 aeRttlfrBasf Asia Fte. Ltd 
?O0 Pan<5an Loop #08-01/04," Pantech 21 conputer 
Center. Singapore 1283S8 
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Full Name fifth joint inventor, if any 

_ Yasushi T AKAKURA 

Fifth inventor's signature 
Residence 



Narita-ahi, CWba, Japan 



Post office address 

cto Appiied Materials Japan. Inc. 

14-3, Shmizumi, 

Narita-shi, Chiba 286-8516 Japan 



Pull Name sixth joint Inventor, If any 

Hideyuki YAMAUCHI 



Sixth Inventors signature 



Residence 

Narita-shi, Chiba, Japan 



Citizenship j^ ps(n 



Post office address 

do Applied Materials Japan. Inc. 

14-3, Shiniz;umi, 

Narita-shi, Chiba 2B6-8516 Japan 
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moser Patterson & 

Attorney's Docket No '^QLXIQDKa 

Combined Declaration and Power of Attorney 

As a below named inventor I hereby declare that' 
This declaration is of the following type- 

[ ] original ( ] supplemental 

[X? national stage orpcT 

[ ] divisional [ J continuation [ ] continuation-in-part 

My residence, post office address and citizenship are as stated next to my name 

I believe I am the original, first and sole inventor (if only one name is listed below) or an original first and joint 
inventor (if plural names are listed below) of the subject matter which is claimed and for which a patent is 
sought on the invention entitled 

METHOD OF MANUFACTURING SEMICONDUCTOR DEVEICE 



the specification of which 

( J is attached hereto 

[X) was filed on November 7, 2001 

as IJnfted States Application Serial Number 
was amended on 



[X] was filed on May 2, 2QPQ 

as PCT International Application Number PGT/JPOO/02914 and. 

was amended under PCT Article 19 art _____ _ (if applicable) 

I hereby state (hat I have reviewed and understand the contents of the above-identified specification, including 
the claims as amended by any amendment referred to above 

I acknowledge the duty to disclose information which is material to patentability as defined in Title 37, Code of 
Federal Regulations, Section 1 56 

I hereby claim foreign priority under Title 35, United States Code Section 1 1 9(a)-(d) or 365(b) of any foreign 
application^) for patent or inventors certificate, or 365(a) of any PCT International application which 
designated at least one country other than the United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's certificate, or PCT international application 
having a filing date before that of the application on which priority is claimed 

PRIOR FOREIGN APPLICATIONS. BENEFIT CLAIMED UNDER 35 USC §119(3) 

Application Number Countrv Dab of Filing Priority Claimed 

pp M " r country (Day/Month/Year) Under 35 USC 119 

PI 999-1 276B8 Japan 07 /May/ 1999 [xjYes Qno 



]Yes QNo 
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I hereby claim the benefit under Title 35 United States Code Section 1 19(e) of any United States provisional 
applications) listed below. 

PRIOPUS PROVISIONAL APPLICATIONS, BENEFIT CLAIMED UNDER 35 USC §119(e) 



(Application No.) 



(Application No ) (Filing Date) (Application No.) (Filing Date) 

I hereby claim the benefit of Title 35. United States Code Section 120 of any United Stales application(s). or 
365(c) of any PCT International application designating the United States, listed below and, insofar as the 
subject matter of each of the claims of this application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph of Title 35, Unilecj States Code Section 
1 12, I acknowledge the duty to disclose information which is material to patentability as defined in Title 37. 
Code of Federal Regulations, Section 1 56 which became available between the filing date of the prior 
application and the national or PCT International filing date of this application- 

PRIOR U.S. APPLICATIONS OR PCT INTERNATIONAL APPLICATIONS 
DESIGNATING THE U.S , BENEFIT CLAIMED UNDER 35 USC §120 



(Status Patented. Pending Abandoned) 



(Status - Patented, Pending Abandoned) 



POWER OF ATTORNEY- As a named inventor, I hereby appoint the following attorneys) and/or agent's) to 
prosecute this application and transact all business in the Patent and Trademark Office connected therewith 
(list name and registration number or Customer Number) 



Raymond R. Moser Jr Registration No. 34,682 
B. Todd Patterson Registration No 37,906 



Keith M. Tackett Registration Na 32,008 

Douglas H Elliot Registration No. 32,932 

W- Bruce Patterson Ragistrafan N<?. 34, 1 02 

Phong D Nguyen Registration No 43,833 



Send Correspondence to. 

MOSER, PATTERSON & SHERIDAN. L L P 



3040 POST OAK BOULEVARD SUITE 1500 
HOUSTON, TEXAS 77056 



Direct Telephone Catis to w Bruce PaUersort at telephone number 713-623-4844 
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I hereby declare Jh#t aJt statements made herein of my own knowledge are irue and that all statements made 
on information and belief are be/ieyed lo be true; aod further that these statements were made with the 
knowledge that wil]fu! false statements and the like so'made are punishable by fine or imprisonment, or both, 
under Section 1001 ofTiile 18 of the united States Code and that such willful false statements may jeopardize 
the validity of the application or any patent issuing tbereon. 



Full Name of sole or first invent 

Naoki TAMITANf 


Inventor's signature 


Oale 






Residence 

Shinagawa-ku, Tokyo. Japan 








CfcensKp ^ 


Post office address 

tfo SONY CORPORATION 








7-35, Krtashinagawa 6-chome, 
Shinagawa-ku, Tokyo 141-0QQ1 Japan 








Full Name second Joint Inventor, if any 

Rie KOGURE 


Soeond inventor's signature 


Date 






R9sidence 

Shmagawa-ku, Tokyo, Japan 


Citizenship , ! 
Japan 


Post office address 

do SONY CORPORATION, 








7-35, Kiiashinagawa 6-chome. 
Shinagawa-ku. Tokyo 141-0001 Japan 










Full Name third joint Inventor, if any 

Yuji TAKAOKA 


Third inventor's signature 


Dale 






Residence 

Shinagawa-ku, Tokyo, Japan 


Japan 


Post office address 

do SONY CORPORATION 








7-35, Kitashinagawa 6-chome, 
Shinagawa-ku, Tokyo 141-0001 Japan 








Full Name fourth joint inventor, 11 any 

Seayoul PARK 


Fourth inventor's slybalure 


Date 






Residence 

Nanta-shi, Chiba, Japan 


Cifccr^ip Korea(SQUth) 








Post oJfice address 

do Applied Materials Japan, Inc 








14-3, Shinizunii, 

Nanta-shi, Chiba 288-35 16 Japan 
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Fill Name fifln joint inventor, if any 

Yasushi TAKAKURA 



lh inventor's sijiwture 



^S>B>^ 



Nanta-shi, Chiba, Japan 



C *™ Mp Japan 


Post offlw address 

cfe Applied Materials Jepan, Inc., 




14-3, Shinizumi, 




Nant»*hi, Chiba 286-8516 Japan 




FuP Name shth joint irwntar. if any 




Hideyuki YAMAUCHI 




stdh irwtmort signature Dam 



NBrits-shi, Chiba. J&OZh 



eta Applied Matertals JBpan. In 



14-3. Shmlzumi. 

Nairta-&hi, Chiba 286-8516 J; 
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Mosefl, "PATTERSON * , 

Attorne/s Docket No / u/jl & 



Combined Declaration and Power of Attorney 

As a below named inventor, f hereby declare that - 
This. declaration is of the following type- 

[ J original [ ] supplemental 

[X] national stage of PCT 

[ ] divisional [ ] continuation [ ] continuation-in-part 



My residence, post office address and citizenship are as stated next to my name, 

I believe I am the original, first and sole inventor (if only one name is listed below) or an original, first and joint 
inventor (if plural names are listed below) of the subject matter which is claimed and for which a patent is 
sought on the invention entitled 

METHOD OF MANUFACTURING SEMICONDUCTOR DEVEICE 



the specification of which 

[ ] is attach ed hereto, 

[XI was filed on November 7, 2001 

as United States Application Serial Number . 



was amended on (if applicable) 

[X] was filed on May 2, 2000 

as PCT International Application Number PCT/ J POO/02914 and, 

was amended under PCT Article 19 on . (if applicable). 

I hereby state that I have reviewed and understand the contents of the above-identified specification, including 
the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material to patentability as defined in Title 37. Code of 
Federal Regulations, Section 1 56 

I hereby claim foreign priority under Title 35, United States Code. Section 119(a)-(d) or 365(b) of any foreign 
application^) for patent or inventor's certificate, or 365(a) of any PCT International application which 
designated at least one country other than the United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's certificate, or PCT International application 
having a filing date before that of the application on which priority is claimed 

PRIOR FOREIGN APPLICATIONS, BENEFIT CLAIMED UNDER 35 USC §11 9(a) 

Date of Filing Priority Claimed 

Application Number Country (Day/Month/Year) Under 35 USC 119 

P1 999-1 27688 Japan 07 /May/ 1995 g]Yes []no 

. , Qves Qtto 
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I hereby claim the benefit under Title 35, United States Code, Section 1 1 9(e) of any United States provisional 
application^) listed below 

PRIOR US PROVISIONAL APPLICATIONS, BENEFIT CLAIMED UNDER 35 USC §1 19(e) 



(Application No.) (Filing Date) (Application No) (Filing Date) 



(Application No.) (Filing Date) (Applfcation No ) (Filing Date) 

I hereby claim the benefit of Title 35, United States Code Section 120 of any United States application's) or 
365(c) of any PCT International application designating the United States, listed below and insofar as the 
subject matter of each of the claims of this application is not disclosed in the prior United States or PCT 
lnternat,onal application in the manner provided by the first paragraph of Title 35, United States Code Section 
1 12, 1 acknowledge the duty to d.sclose information which is material to patentability as defined in Title 37 
Code of Federal Regulations, Section 1 56 which became available between the filing date of the prior 
application and the national or PCT International filing date of f ftfs application: 

PRIOR U.S. APPLICATIONS OR PCT INTERNATIONAL APPLICATIONS 
DESIGNATING THE U S , BENEFIT CLAIMED UNDER 35 USC §120 



(Application No.) (Filing Date) (Status: Patented, Pending. Abandoned) 



(Application No.) (Filing Date) (Status: Patented, Pending, Abandoned) 

POWER OF ATTORNEY- As a named inventor, I hereby appoint the following attorney(s) and/or agentfe) to 
prosecute this application and transact all business in the Patent and Trademark Office connected therewith 
(list name and registration number or Customer Number) 

Raymond R. Moser, Jr Regiatration No. 34,682 

B. Todd Patterson Registration Wo. 37,906 

Keith M. Tackett Registration No. 32.008 

Douglas H, Elliot Registration No. 32,982 

W. Bruce Patterson Registration No. 34, 102 

Phong D. Nguyen Registration No. 43,633 



Send Correspondence to: 

MOSER, PATTERSON & SHERIDAN, LLP.. 

3040 POST OAK BOULEVARD SUITE 1500 
HOUSTON, TEXAS 77056 
Direct Telephone Calls to w. Bruce Patterson at telephone number 71 3-623-4844 
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I hereby declare that all statements made herein of my own knowledge are true and that all statements made 
on information and belief are believed to be true; and further that these statements were made with the 
knowledge that willful false statements and the like so made are punishable by line or imprisonment, or both, 
under Section 1001 of Title 1 8 of the United States Code and that such willful false statements may jeopardize 
the validity of the application or any patent issuing thereon. 



Full Name of Sole of first inventor 






Naoki TAMITANI 






Inventor's signature 


□ate 




Residence 

Shmagawa-ku, Tokyo, Japan 


Citizenship , 

Japan 


Post, off^e *MP?5S 






i/d SONY CORPORATION 






7-35, Kitashinagawa 6-chome. 






Shinagswa-ku, Tokyo 141-0001 Japan 








Full Name second Joint llWenfof, if any 






Rfe KOGURS 






Second inventor's signature 


Date 




Residence 






Shinagawa-ku. Tokyo, Japan 






Citizenship . 

Japan 


Paai office address 






do SONy CORPORATION, 






7-35, Kitashinagawa e-ch&me, 






Shinagawa-ku, Tokyo 141-0001 Japan 








Full Name third joint inventor, if any 






Yuji TAKAOKA 






Third inventors signature Dale 


Resetenee 






Shinagawa-ku. Tokyo, Japan 






Citizenship 

Japan 


Post office address 






do SONY CORPORATION 






7-35, Kitashinagawa 6-ehome, 






Shinagawa-ku, Tokyo 141-0001 Japan 






Full Name fourth joint Inventor, if any 






Seayoul PARK 






Foi5th inventor's signature 


Date 




Residence 






Narita-shi, Chtba, Japan 






Citizenship Korea(gQ4tn) 


Post office address 






do Applied Materials Japan Inc. 






14-3, Sh'mizumi, 






Narrta-shi, Chiba 286-8516 Japan 
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Full Name fifm joint inventor, if any 

Yasushi TAKAKURA 


Fifth inventor's signature 


Date 




Residence 

Narita-shi, Chiba, Japan 


Citizenship , 

Japan 






Pod affile «td»tt 

c/o Applied Materials Japan Inc. 






14-3, Shinizumi. 

Narita^hi. Chiba 286-8516 Japan 






Full Name sixth joint inventor, if any 

Hideyuki YAMAUCHI 


Sixth inventor's signature 


Date 
July S, 2002 




Residents ff fl 

Narita-shi. Chiba, Japan 


Citizenship Japgn 


Post office address 

do Applied Materials Japan, Inc. 






14-3, Shinizumi, 

Narita-shi, Chiba 286-8516 Japan 
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